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Company Overview: 

Al Wajeeh Holding is a Saudi Company, classified in the field of Industry, Trade 
and Contracting, was established as an institution on 24 th August 1989, under 
Commercial Registration No. 5850008752, then turned into a Limited Liability 
Company on 19 th November 2005 and then emerged into a Holding Company on 
January 4 th , 2013, with most qualified and experienced staff in the fields of 
Trade, Commerce and Construction Industry. 



AL-Wajeeh Holding Company is one of the largest and prestigious Construction 
companies in the Southern region and extends its roots to more than two decades, 
is always seeking to develop, with originality, extensive experience for the 
development with the latest technology and construction methods. 



Al Wajeeh Holding Company ’s activities not only limited to the construction and 
maintenance of Bridges, Dams, Roads, Water & Sewage Treatment Fecilities, 
Telecommunication Technology, Electric and Electronic busines, but extends to 
the specialized activities and complementary to the contracting activity such as 
Ready Mix Concrete Plants, Cement by-products units such as Blocks, Curb 
Stones, Asphalt Plant with own Raw Material supply chain of Crushers and 
supportive utility facilities like well-equipped maintenance workshop, painting 
shop, welding shop etc., with huge number of fleets, construction equipment and 
much more, to offer the highest quality of service to our esteemed clients. 
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Visiom - 

Al Wajeeh Holding Company’s vision is to be the leader of Construction industry 
and Trade sector in Saudi Arabia and the Gulf, in addition to participate and 
contribute to the progress and development, in order to reach the community and 
home to the finest and raise the levels of development and progress. 

Message 

Al-Wajeeh Holding Company is working to provide high caliber and quality 
service, efficient performance and optimum speed to complete the work in order 
to the satisfaction of clients, the community and the Nation . 

Company Policy 

Commitment, Reliability, Performance 

- Execution and delivery of the optimum quality level during the execution 
period. 

- Innovation and creativity by new ideas and new ways to reach the community 
and the nation to the peak of modernity and progress. 

- Execute the responsibility towards the society. 

- Utilize the modern technology, machinery and equipment to achieve the 
superior quality output and high performance and productivity. 
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Abha Chamber of Commerce & Industry 
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'Kingdom of Saudi Arabia 
General Organization for Social Insurance 
Asser R Office 
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About the Ready. Mix Concrete Plant. Blocks and. Concrete By-Products 

AL-Wajeeh Holding Company isthe manufacturer of quality Ready Mix Concrete, 
Concrete Blocks and its by-products. Plants are equipped with the best 
advancedcomputerized system for batching, Quality Control system, well 
equipped Concrete Testing Laboratory with latest testing equipment, to maintain 
the quality in accordance with the International Standard and specification. 
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Plant Machinery and Equipment 



Equipment 


Quantity 


Type 


Computerized Dry 
Batching Plant 


2 


MEV 


Computerized Wet 
Batching Plant 


1 


MEV 


Block Mix - Batching Plant 


1 


MEV 


Block Machines 


3 


Qimma - Zenith 


Mixer size 12 Mt 3 


12 


Mercedes - Actros 


Mixer size 10 Mt 3 


12 


Mercedes - SCANIA - MAN 


Mixer size 8 Mt 3 


12 


Mercedes - Actors 


PUMP 46 Mtr 


2 


Putzmeister 


PUMP 42 Mtr 


4 


Putzmeister 


PUMP 36 Mtr 


4 


Putzmeister 


PUMP 24Mtr 


2 


Schwing 


Block Hauling Crane 


4 


Mercedes 


Loaders 


6 


CAT - Hyundai 


Cement Bulkers 


12 


Mercedes - SCANIA - MAN 


Trailers - Dump Trucks 


24 


Mercedes - SCANIA - MAN 


Service Vehicles 


40 


Variety 


Fork Lifts - Dumpers - 
Bob Cats 


10 


TOYOTA 
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Manpower 


Quantity 


Engineers 


3 


Sales Representative 


3 


Management Officers 


4 


Accountant 


2 


Drivers 


90 


Pump Operator 


14 


Batching Plant Operators 


4 


Backhoe Operators 


6 


Block Machine Operators 


3 


Laboratory Technician 


6 


Laborers 


12 


Supervisors 


6 


Equipment maintenance Technicians 


6 
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Some of_ the Major Projects Completed 



Project Name The executing agency 


Municipality Building a Rvidh- Ministry of Municipal and Rural Affairs 


Arabian SasnaCompany 


Alvraein- Municipality and the - Ministry of Municipal and Rural Affairs Building 


Construction & Development 
Company 


Warehouse company Almarai- Almarai 


Al Amanaa Company 


School AhadRvidh- a Ministry of Education 


Al Hashim Company 


Private - and the Ministry of Education works 


Hassan Al Howaizi Company 


Military City Management Project - Ministry of Defence 


Sa ’adSha ’ayeMa ’amoon Est., 


Project Alsoama- General Organization for Grain Silos Office 


Sa ’adZaben Establishment 


Duplication of King Abdullah Road project and Akabari- Department of Transportation 


Peninsula company 


A garden municipality Rafidah - one municipality Rafidah 


Sahool Al Majd Establishment 


Rafidah a bridge - one municipality Rafidah 


Majid Bin Jarbou Company 


Dams projects finished - and the Ministry of Water and Electricity 


AL-Wajeeh Holding Company 


Dams projects being implemented - and the Ministry of Water and Electricity 


AL-Wajeeh Holding Company 


Sewerage projects finished - Directorate General Water and Sanitation 


AL-Wajeeh Holding Company 


Sewerage projects underway implementation - Directorate General Water and Sanitation 


AL-Wajeeh Holding Company 


Bridge Airport Road - the secretariat of the Asir region 


Field construction company 


General Construction Work 


Bayader Al Aryaf Company 


General Construction Work 


Al Rajhi Company 


General Construction Work 


Al GhunaimCompany Limited 


Construction work of the dam Alhdelh ( Ministry of Electricity and Water) 


The assets of the construction company 


Road & Bridges Work 


AbdulrahmanSahman Establishment 


Telecommunication Works 


Al-Babtain Company 


Electric Works - King Abdullah Road 


Geo -Tech Company 


General Construction Work 


Tower Foundation Contracting Co. 


General Construction Work 


HOME Foundation Establishment 


General Construction Work 


Achievement Foundation Platform 


General Construction Work 


MushababZarib Establishment 


General Construction Work 


New Labour Establishment 


General Construction Work 


Fruits Foundation for Reconstruction 


Girls Class Rooms at King Khalid University 


AltaamierihContracting Establishment 


King Abd Allah Road Project by the Ministry of Transport 


Haif Company 


King Faisal Medical City - Ministry of Health 


Al-Fawzan Company 


Psychiatric Hospital area Asir- Ministry of Health 


Rabia company 
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Student Housing at the University of King Khald- Ministry of Higher Education 


Agabrin Contracting Co. 


Water plant south ofAbha - Ministry of Water 


Almeshrab Foundation 


A power station Rvidh- electricity company 


Al-jihaz company 


Lighting project of King Abdullah Road - Ministry of Transport 


Aeman company 


Construction of roads and bridges - the Ministry of Transport 


Simak company 


The establishment of schools, Asir - Ministry of Education 


BaahirGhazzawi Foundation 


Project Silos 


Al-fajer company 


Housing Project members of the Air Defense - Defense Ministry 


Labab company 


Project walls camps - the Department of Defense 


Higher quarter company 


Airport Park project - the secretariat of the Asir region 


Nataf Company 


The work of the General Construction 


Alkifl Foundation 


The construction of a police station - Ministry of the Interior 


Bin Ladin Group 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 



CONSULTANT : Par Al-Riyadh 

CONTRACTOR : Al-Wajeeh Co. 

PROJECT : Batching Plant November, 2015 

SUMMARY REPORT FOR COARSE AGGREGATE 



1 Description | Actual Result | Spec's Max. % 



Los Angeles Abrasion 3/4” 


33.12 


35 


3/8" 


31.67 


35 



Specific Gravity & Absorption 3/4" 


Bulk Specific Gravity 


2.809 





SSD Specific Gravity 


2.849 


— 


Apparent Specific Gravity 


2.926 





Water Absorption 


1.42 







Specific Gravity & Absorption 3/8" 


Bulk Specific Gravity 


2.768 




SSD Specific Gravity 


2.819 





Apparent Specific Gravity 


2.916 




Water Absorption 


1.83 






Chemical Analysis on 3/4" 


Chloride (Cl) 


0.0456 


0.05 


Sulphate (S0 3 ) 


0.00593 


0.50 




Chemical Analysis on 3/8" 


Chloride (Cl) 


0.0511 


0.05 


Sulphate (S0 3 ) 


0.00805 


0.50 




Soundness 3/4" 


1.85 




" - 3/8" 


2.28 


10.0 




Material Finer than 75 Micron 3/4" 


0.51 




3/8" 


0.75 


1.0 




| Sieve Analysis 3/4" &. 3/8" 


Attached 


1 



Clay Lumps & Friable Particles 3/4" 


0.42 


Clay Lumps & Friable Particles 3/8" 


0.38 




17 




AL-WAJEEH HOLDING COMPANY 








THU NAIAH 



I I dil jLiluiVI j Cj| I jLuiyj ^jjLuJl 

THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 



CONSULTANT 

CONTRACTOR 

PROJECT 



: Par Al-Riyadh 
: Al-Wajeeh Co. 
: Batching Plant 



November, 2015 



SUMMARY REPORT FOR FINE AGGREGATE 



Description 



Actual Result 



N. Sand 



Spec's Max. % 



Specific Gravity & Absorption N.Sand 


Bulk Specific Gravity 


2.491 





SSD Specific Gravity 


2.558 





Apparent Specific Gravity 


2.670 





Water Absorption 


2.70 


— 




[Sand Equivalent 


78 


— I 




Chemical Analysis on N.Sand 


Chloride (Cl) 


0.0528 


0.06 


Sulphate (S0 3 ) 


0.00786 


0.04 



| Soundness N.Sand" 



2.98 



10.0 



| Material Finer than 75 Micron N.Sand 



[Light Weight Particles (% by weight) 



2.76 



3.0 



< 0.1 



0.5 



|Sieve Analysis N.Sand 


Attached 


“I 




|Clay Lumps & Friable Particles in N.Sand 


1 2.9 1 


3.0 



THUNAIAH 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 



SIEVE ANALYSIS 

CONSULTANT : Dar Al-Riyadh 
CONTRACTOR : Al-Wajeeh Co. 

PROJECT : Batching Plant 
DESCRIPTION: 3/8” Agg. 

Test Method : ASTM C33 



Date: 



03.11.2015 



Sieve Size 


Sample # 01 


Sample U 02 


Sample It 03 








AVERAGE 
% Passing 




(mm) 


% Passing 


3" 


75.0 
















2" 


50.0 
















1 1/2" 


37.5 
















1" 


25.0 
















3/4" 


19.0 
















1/2" 


12.5 


97.9 


97.6 










97.7 


3/8" 


9.5 


78.1 


77.3 










77.7 


# 4 


4.75 


8.0 


7.5 










7.7 


# 8 


2.36 


0.3 


0.3 










0.3 


# 16 


1.18 


0.2 


0.2 










0.2 


# 30 


0.60 
















# 50 


0.30 
















# 100 


0.15 
















# 200 


0.075 
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KINGDOM OF SAUDI ARABIA 

THUNAIAH for TESTING & CONSULTANTS ENGINEERING 

SIEVE ANALYSIS 

CONSULTANT : Dar AI-Riyadh 
CONTRACTOR : Al-Wajeeh Co. 

PROJECT : Batching Plant 
DESCRIPTION: 3/8" Agg. 

Weight of Sample (Grams) 

Original = 

Oven Dry = 3403.4 

Wash Oven Dry = 



Sieve Size 


Weight 

Retained 

(Grams) 


Cum. Wt. 
Passing 
(Grams) 


Cum. 

Passing 

(Percent) 


Cum. 

Retained 

(Percent) 


Retained 

(Percent) 


Specifica- 

tions 

(Percent) 


Remarks 




(mm) 


3" 


75.0 
















2" 


50.0 














1 1/2" 


37.5 














1" 


25.0 














3/4" 


19.0 














1/2" 


12.5 


72.7 


3330.7 


97.9 








3/8" 


9.5 


746.2 


2657.2 


78.1 








# 4 


4.75 


3131.6 


271.8 


8.0 








# 8 


2.36 


3392.2 


11.2 


0.3 








# 16 


1.18 


3396.4 


7.0 


0.2 








# 30 


0.60 














# 50 


0.30 














# 100 


0.15 














# 200 


0.075 














Pan 
















Wash passing 
No 200 














Total 
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NAIAH 



Sample No. 01 
Date: 03.11.2015 

Test Method: ASTM Cl 36-06 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 



SIEVE ANALYSIS 



CONSULTANT : Dar Al-Riyadh 
CONTRACTOR : Al-Wajeeh Co. 
PROJECT : Batching Plant 



DESCRIPTION: 

Test Method 



3/4" Agg. 



Date: 



03.11.2015 



: ASTM C33 



Sieve Size 


Sample # 01 


Sample # 02 


Sample # 03 








AVERAGE 
% Passing 




(mm) 


% Passing 


3” 


76.0 
















2" 


50.0 
















1 1/2” 


37.5 
















1" 


25.0 
















3/4" 


19.0 


92.8 


92.1 










92.5 


1/2" 


12.5 


27.3 


27.6 










27.5 


3/8" 


9.5 


5.7 


5.1 










5.4 


# 4 


4.75 


0.6 


0.1 










0.4 


# 8 


2.36 


0.6 


0.1 










0.3 


# 16 


1.18 
















# 30 


0.60 
















# 50 


0.30 
















# 100 


0.15 
















# 200 


0.075 
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LjljtiiuiVI J CjI jLuaiU AjJjju-JI 4*>Lull 
THUNAIAH /or TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushavt: 017-2383249) 



SIEVE ANALYSIS 

CONSULTANT : Dar Al-Riyadh 
CONTRACTOR : Al-Wajeeh Co. 

PROJECT : Batching Plant 
DESCRIPTION: 3/4" Agg. 

Weight of Sample (Grams) 

Original = 

Oven Dry = 3009.2 



Sample No. 01 
Date: 03.11.2015 

Test Method: ASTM C136-06 



Sieve Size 


Weight 

Retained 


Cum. Wt. 
Passing 


Cum. 

Passing 


Cum. 

Retained 


Retained 

(Percent) 


Specifica- 

tions 


Remarks 




(mm) 


(Grams) 


(Grams) 


(Percent) 


(Percent) 


(Percent) 




3" 


75.0 
















2" 


50.0 
















1 1/2" 


37.5 
















1" 


25.0 
















3/4" 


19.0 


215.2 


2794 


92.8 










1/2" 


12.5 


2186.7 


822.5 


27.3 










3/8" 


9.5 


2838.3 


170.9 


5.7 










# 4 


4.75 


2990.6 


18.6 


0.6 










# 8 


2.36 


2992.3 


16.9 


0.6 










# 16 


1.18 
















# 30 


0.60 
















# 50 


0.30 
















# 100 


0.15 
















# 200 


0.075 
















Pan 


















Wash passing 
No 200 
















T" 


f al 

















120 

110 

100 

90 

80 

70 

60 

50 

40 

30 

20 

10 

0 



4 6 8 10 12 14 16 18 20 22 24 26 28 30 

Particle size (mm) 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 



SIEVE ANALYSIS 

CONSULTANT : Dar Al-Riyadh 
CONTRACTOR : Al-Wajeeh Co. 

PROJECT : Batching Plant 
DESCRIPTION: 3/4" Agg. 

Weight of Sample (Grams) 

Original = 

Oven Dry = 2987.7 

Wash Oven Dry 



Sample No. 02 
Date: 03.11.2015 

Test Method: ASTM C136-06 



Sieve Size 


Weight 

Retained 

(Grams) 


Cum. Wt. 
Passing 
(Grams) 


Cum. 

Passing 

(Percent) 


Cum. 

Retained 

(Percent) 


Retained 

(Percent) 


Specifica- 

tions 

(Percent) 




(mm) 


3 " 


75.0 














2" 


50.0 














1 1/2" 


37.5 














r 


25.0 














3/4" 


19.0 


237.2 


2750.5 


92.1 








1/2" 


12.5 


2162.9 


824.8 


27.6 








3/8" 


9.5 


2835.3 


152.4 


5.1 








# 4 


4.75 


2983.4 


4.3 


0.1 








# 8 


2.36 


2985.6 


2.1 


0.1 








# 16 


1.18 














# 30 


0.60 














# 50 


0.30 














# 100 


0.15 














# 200 


0.075 














Pan 
















Wash passing 
No 200 














Tefal 















Remarks 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Kharois Mushayt: 017-2383249) 



SIEVE ANALYSIS 

CONSULTANT : Dai Al-Riyadh 
CONTRACTOR : Al-Wajeeh Co. 

PROJECT : Batching Plant 
DESCRIPTION: 3/8" Agg. 

Weight of Sample (Grams) 

Original = 

Oven Dry = 3110.4 



Sample No. 02 
Date: 03.11.2015 

Test Method: ASTM Cl 36-06 



Sieve Size 


Weight 

Retained 

(Grams) 


Cum. Wt. 
Passing 
(Grams) 


Cum. 

Passing 

(Percent) 


Cum. 

Retained 

(Percent) 


Retained 

(Percent) 


Specifica- 

tions 

(Percent) 




(mm) 


3" 


75.0 














2" 


50.0 














1 1/2" 


37.5 














1" 


25.0 














3/4" 


19.0 














1/2" 


12.5 


74.7 


3035.7 


97.6 








3/8" 


9.5 


705.7 


2404.7 


77.3 








# 4 


4.75 


2877.1 


233.3 


7.5 








# 8 


2.36 


3099.9 


10.5 


0.3 








# 16 


1.18 


3103.6 


6.8 


0.2 








# 30 


0.60 














# 50 


0.30 














# 100 


0.15 














# 200 


0.075 














Pan 
















Wash passing 
No 200 














Total 















Remarks 




0 2 4 6 8 10 12 14 16 18 20 22 24 26 28 30 

Particle size (mm) 

1 1 “ — 




24 




AL-WAJEEH HOLDING COMPANY 








THUNAIAH 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayl: 017-2383249) 



FINESS MODULUS 

CONSULTANT : Dar Al-Riyadh 
CONTRACTOR : Al-Wajeeh Co. 

PROJECT : Batching Plant 
DESCRIPTION: N.Sand 



Date: 03.11.2015 



Test Method : ASTM C33 

Average of Samples sample No. 01 - 02 



Sieve Size 


Sample # 01 


Sample # 02 


Sample # 03 








AVERAGE 




(mm) 


% Retained 




% Retained 


3" 


75.0 
















2" 


50.0 
















1 1/2" 


37.5 
















1" 


25.0 
















3/4" 


19.0 
















1/2" 


12.5 


0.8 


0.5 










0.7 


3/8" 


9.5 


1.4 


0.9 










1.2 


# 4 


4.75 


5.5 


4.8 










5.1 


# 8 


2.36 


13.4 


10.7 










12.0 


# 16 


1.18 


26.5 


23.6 










25.0 


# 30 


0.60 


47.9 


71.4 










59.6 


# 50 


0.30 


73.4 


77.7 










75.6 


# 100 


0.15 


88.0 


86.7 










87.3 


# 200 


0.075 
















F.M 


2.57 


2.76 










2.66 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax K-hamis Mushayl: 017-2383249) 



SIEVE ANALYSIS 



CONSULTANT : Dar Al-Riyadh 
CONTRACTOR : Al-Wajeeh Co. 
PROJECT : Batching Plant 
DESCRIPTION: N.Sand 



Date: 03.11.2015 



Test Method : ASTM C33 

Average ollSamEles sample No. 01-02 



Sieve Size 


Sample # 01 


Sample # 02 


Sample # 03 








AVERAGE 
% Passing 




(mm) 


% Passing 




3” 


75.0 
















2" 


50.0 
















1 1/2" 


37.5 
















1" 


25.0 
















3/4" 


19.0 
















1/2" 


12.5 


99.2 


99.5 










99.3 


3/8" 


9.5 


98.6 


99.1 










98.8 


# 4 


4.75 


94.5 


95.2 










94.9 


# 8 


2.36 


86.6 


89.3 










88.0 


# 16 


1.18 


73.5 


764 










75.0 


# 30 


0.60 


52.1 


28.6 










40.4 


# 50 


0.30 


26.6 


22.3 










24.4 


# 100 


0.15 


12.0 


13.3 










12.7 


# 200 


0.075 


4.9 


3.5 










4.2 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 



STEVE ANALYSIS 



CONSULTANT : Dar Al-Riyadh 



CONTRACTOR : Al-Wajeeh Co. 
PROJECT : Batching Plant 
DESCRIPTION: N.Sand 

Weight of Sample (Grams) 

Original = 



Sample No. 01 
Date: 03.11.2015 



Oven Dry = 2105.1 

Wash Oven Dry = Test Method: ASTM Cl 36-06 



VVdSI 1 ovci 1 L/iy 

Sieve Size 


Weight 

Retained 

(Grams) 


Cum. Wt. 
Passing 
(Grams) 


Cum. 

Passing 

(Percent) 


Cum. 

Retained 

(Percent) 


Retained 

(Percent) 


Specifica- 

tions 

(Percent) 


Remarks 




(mm) 


3 " 


75.0 
















2" 


50.0 














1 1/2" 


37.5 














1" 


25.0 














3/4" 


19.0 














1/2" 


12.5 


17.5 


2087.6 


99.2 


0.8 






3/8" 


9.5 


30.5 


2074.6 


98.6 


1.4 






# 4 


4.75 


115.6 


1989.5 


94.5 


5.5 






# 8 


2.36 


281.4 


1823.7 


86.6 


13.4 






# 16 


1.18 


556.8 


1548.3 


73.5 


26.5 






# 30 


060 


1007.3 


1097.8 


52.1 


47.9 






# 50 


0.30 


1544.8 


560.3 


26.6 


73.4 






# 100 


0.15 


1851.9 1 


253.2 


12.0 


88.0 






# 200 


0.075 


2001.6 


103.5 


4.9 








Pan 


















Wash passing 
No 200 






F.Nl = 2.57 






Total 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 



SIEVE ANALYSIS 

CONSULTANT : Dar Al-Riyadh 
CONTRACTOR : Al-Wajeeh Co. 

PROJECT : Batching Plant 
DESCRIPTION: N.Sand 

Weight of Sample (Grams) 

Original = 

Oven Dry = 1946.7 



Sample No. 02 



Date: 



Test Method 



03.11.2015 



: ASTM C33 



Sieve Size 


Weight 

Retained 

(Grams) 


Cum. Wt. 
Passing 
(Grams) 


Cum. 

Passing 

(Percent) 


Cum. 

Retained 

(Percent) 


Retained 

(Percent) 


Specifica- 

tions 

(Percent) 




(mm) 


3" 


75.0 














2" 


50.0 














1 1/2" 


37.5 














1" 


25.0 














3/4" 


19.0 














1/2" 


12.5 


10.3 


1936.4 


99.5 


0.5 






3/8" 


9.5 


16.8 


1929.9 


99.1 


0.9 






# 4 


4.75 


92.8 


1853.9 


95.2 


4.8 






# 8 


2.36 


207.9 


1738.8 


89.3 


10.7 






# 16 


1.18 


458.8 


1487.9 


76.4 


236 






# 30 


0.60 


1389.4 


557.3 


28.6 


71.4 






# 50 


0.30 


1513.0 


433.7 


22.3 


77.7 






# 100 


0.15 


1687.7 


259 


13.3 


86.7 






# 200 


0.075 


1879.2 


67.5 


3.5 








Pan 




38.4 












Wash passing 
No 200 






F.M = 2.76 






Total 















Remarks 



100 

90 

80 

70 

jf 60 
S 50 

5 40 
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0 
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j [ j 
































































































































! i i I j 
























































































101 


0. 


01 


0.1 

Particle size (m 


1 

m) 


1 


0 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 



Specific Gravity and Absorption of Aggregates 

CONSULTANT : Dar Al-Riyadh 

CONTRACTOR: Al-VVajceh Co. Test Method : ASTM Cl 27-07 



PROJECT : Batching Plant 

DESCRIPTION: 3/4" Agg. Date: 04.11.2015 



Course Aggregate 




1 


1 


Trial No 


1 


2 


3 


4 






Average 


2 


Weight of Sat. Surface Dry Sample In A ( g ) 


4033.0 


4251.9 












3 


Weight of Oven Dry Sample In Air ( g ) 


3972.1 


4197.2 












4 


Weight of Sample In Water ( g ) 


2625.9 


2750.2 












5 


Absorption (Line 2-Line3) ( g ) 


60.9 


54.7 












6 


% Absorption (Line 5*100/Line3) ( % ) 


1.53 


1.30 










1.42 


7 


Specific Gravity 


















(a) Bulk Oven Dry (Line 3)/(Line 2-Line 4) 


2.823 


2.795 










2.809 




( b ) Bulk Sat.Surf. Di (Line 2)/(Une 2-Line 4) 


2.866 


2.831 










2.849 




( c ) Apparent (Line 3)/(Une 3-Line 4) 


2.951 


2.901 










2.926 




Fine Ag 


g regates 


8 


Trial No 
















9 


Weight of Saturated Surface Dry Se ( g ) 
















10 


Weight of Oven Dry Sample In Air (g) 
















11 


Weight Of Bottle Filled With Water (g) 
















12 


Wt.Of Bot. With Sat. Sur. Dry spl. & \A ( g ) 
















13 


Absorption (Line 9-Line10) (g) 
















14 


% Absorption (Line 13*1 00/LinelO) (%) 
















15 


Specific Gravity 
















(a) 


Bulk Oven Dry (Line 10)/(Line 9+Line 1 1 -Line 
















(b) 


Bulk Sat.Surf. (Line 9) /(Line 9+Line 11 -Line - 
















(c) 


Apparent (Line 10)/(Line10+Line11-Line 


















♦ THUNAIAH 



THUNAIAH 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 



Specific Gravity and Absorption of Aggregates 

CONSULTANT : Dar Al-Riyadh 

CONTRACTOR: Al-Wajeeh Co. Test Method : ASTM Cl 27-07 

PROJECT : Batching Plant 

DESCRIPTION: 3/8" Agg. Date: 04.11.2015 



Course Aggregate 



1 


Trial No 


1 


2 


3 


4 






Average 


2 


Weight of Sat. Surface Dry Sample In A ( g ) 


3408.6 


4046.9 












3 


Weight of Oven Dry Sample In Air ( g ) 


3347.5 


3973.6 












4 


Weight of Sample In Water ( g ) 


2200.1 


2610.5 












5 


Absorption (Line 2-Line3) ( g ) 


61.1 


73.3 












6 


% Absorption (Line 5*100/Line3) ( % ) 


1.83 


1.84 










1.83 


7 


Specific Gravity 


















( a ) Bulk Oven Dry (Line 3)/(Line 2-Line 4) 


2.770 


2.766 










2.768 




( b ) Bulk Sat.Surf. Di (Line 2)/(Line 2-Line 4) 


2.821 


2.817 










2.819 




( c ) Apparent (Line 3)/(Line 3-Line 4) 


2.917 


2.915 










2.916 



Fine Aggregates 



8 


Trial No 
















9 


Weight of Saturated Surface Dry Sc(g) 
















10 


Weight of Oven Dry Sample In Air ( g ) 
















11 


Weight Of Bottle Filled With Water (g) 
















12 


Wt.Of Bot. With Sat. Sur. Dry spl. & V\ ( g ) 
















13 


Absorption (Line 9-Line 10) (g) 
















14 


% Absorption (Line 13*1 00/Line 10) (%) 
















15 


Specific Gravity 
















(a) 


Bulk Oven Dry (Line 10)/(Line 9+Line 11 -Line 
















(b) 


Bulk Sat.Surf. (Line 9) /(Line 9+Line 11-Line 
















(c) 


Apparent (Line 1 0)/(Line1 0+Linel 1 -Line 

















♦ 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayl: 017-2383249) 



Specific Gravity and Absorption of Aggregates 



CONSULTANT : Dar Al-Riyadh 

CONTRACTOR: Al-Wajeeh Co. Test Method : ASTM Cl 27-07 



PROJECT : Batching Plant 

DESCRIPTION: N. Sand Date: 04.11.2015 



Course Aggregate 








1 1 


Trial No 


1 


2 


3 


4 






Average 


1 2 


Weight of Sat. Surface Dry Sample In A ( g ) 
















3 


Weight of Oven Dry Sample In Air ( g ) 
















4 


Weight of Sample In Water ( g ) 
















5 


Absorption (Line 2-Line3) ( g ) 
















6 


% Absorption (Line 5*100/Line3) ( % ) 
















7 


Specific Gravity 


















( a ) Bulk Oven Dry (Line 3)/(Line 2-Line 4) 


















( b ) Bulk Sat.Surf. Di (Line 2)/(Line 2-Line 4) 


















( c ) Apparent (Line 3)/(Line 3-Line 4) 


















Fine Aggregates 








II 


8 


Trial No 


1 


2 


3 


4 


5 


6 


Average 


9 


Weight of Saturated Surface Dry Sc ( g ) 


200.0 


200.0 












10 


Weight of Oven Dry Sample In Air ( g ) 


194.6 


194.9 












11 


Weight Of Bottle Filled With Water (g) 


1382.7 


1382.7 












12 


Wt.Of Bot. With Sat. Sur. Dry spl. & \A ( g ) 


1504 


1505 












13 


Absorption (Line 9-Linel 0) ( g ) 


5.4 


5.1 












14 


% Absorption (Line 13*1 00/LinelO) (%) 


2.8 


2.6 










2.70 


15 


Specific Gravity 
















(a) 


Bulk Oven Dry (Line 10)/(Line 9+Line 1 1 -Line 


2.473 


2.508 










2.491 


(b) 


Bulk Sat.Surf. (Line 9) /(Line 9+Line 11-Line ' 


2.541 


2.574 










2.558 


(c) 


Apparent (Line 1 0)/(Line1 0+Linel 1 -Line 


2.655 


2.685 










2.670 



THUNAIAH 
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THUNAIAH /or TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 



MATERIAL FINER THAN 75 MICRON IN MINERAL AGGREGATE 
(ASTM C123) 



CONSULTANT 


: Dar Al-Riyadh 




CONTRACTOR 


: Al-Wajeeh Co. 




PROJECT 


: Batching Plant 




SAMPLE 


: Agg. 3/4" & 3/8" 





S.No. 


SAMPLE 


Sample Weight Before Wash 
(g«0 


Afte Wash Passing 200 (%) 


1 


Agg. 3/4" 


2000 


0.51 


2 


Agg. 3/8” 


1550 


0.75 



































































THUNAIAH 
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thU NAIAH THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 


CONSULTANT: Dar Al-Riyadh 
CONTRACTOR: Al-Wajeeh Co. 


Work Sheet Sand Equivalent 


PROJECT : Batching Plant 


Date 03.11.2015 


Description: Natural Sand 


Sample No 


Test No 


Sand Equivalent 


Trial No 


1 1 2 


3 


Sand Height ( mm ) 


10.3 


10.0 


10.2 


Clay Floe Height ( mm ) 


13.0 


13.3 


12.9 


Calculated Sand Equialent 


79.2 


75.2 


79.1 


Adjusted Sand Equivalent 


79 


75 


79 


Average Sand Equivalent 


77.8 


Adjusted Average Sand Equivalent 78 


Remarks: 

Specification Requirements 75 ( % ) Mi 

THUNAIAH , 


nimum 


Engr. Yunus Mohd^_^ 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 


% 


(Tel. & Fax Khamis Mushayt: 017-2383249) 


CONSULTANT: Dar AI-Riyadh 
CONTRACTOR: Al-Wajeeh Co. 


Soundness Of Aggregate By Use Of Sodium Sulfate 


PROJECT : Batching Plant Test Method: ASTM C-88 


Description: Natural Sand 


Date 


Started 07/11/2015 


Date Finished 


12/11/2015 


Test No: 


Fine Aggregate 


Sieve Sizes 


Grading 
Original 
Retained (%) 


Weight 
Test Fraction 
Bef.Test ( g ) 


Sieve Sizes 
After Test 
( mm ) 


Weight 
Test Fraction 
All.Test ( g ) 


Loss In 
Weight After 
Test ( g ) 


Actual 
Loss After 
Test ( % ) 


Corrected 
Ave.Weightcd 
Loss ( % ) 


Passing 


Retained 


A 


B 


C 


D 


E 


F 


G 


# 100 


# 200 


7.2 


100 




94.8 


5.2 


5.2 


0.37 


it 


50 


# 100 


11.0 


100 




95.6 


4.4 


4.4 


0.48 


# 


30 


if 50 


17.0 


100 




96.3 


3.7 


3.7 


0.63 


# 


16 


it 30 


34.9 


100 




97.0 


3.0 


3.0 


1.05 


# 


8 


# 16 


13.0 


100 




96.5 


3.5 


3.5 


0.46 


# 


4 


it 8 


7.7 


100 




96.6 


3.4 


3.4 


0.26 


3/8 # 


it 4 


4.0 


100 




97.5 


2.5 


2.5 


0.10 


Total 
















2.98 


Coarse Aggregate 


3/8 " 


it 4 
















3/4 " 


3/8 " 
















1 1/2 " 


3/4 " 
















2 1/2 " 


1 1/2 " 
























Spec, requirement 10% Max 








THUNAIAH 




Engr. Yunus 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 


CONSULTANT: Dar AI-Riyadh 
CONTRACTOR: Al-Wajeeh Co. 


Soundness Of Aggregate By Use Of Sodium Sulfate 


PROJECT : 


Batching Plant 








Test Method: ASTM C-88 




Description: 


3/8" Agg. 














Dale Started 




07/11/2015 




Date Finished 


12/11/2015 


Test No: 


Fine Aggregate 


Sieve 


Sizes 


Grading 


Weight 


Sieve Sizes 


Weight 


Loss In 


Actual 


Corrected 


Original 


Test Fraction 


After Test 


Test Fraction 


Weight After 


Loss After 


Ave.Wcighted 


Passing 


Retained 


Retained (%) 


Bef.Test ( g ) 


( nun ) 


Aft.Tcst ( g ) 


Test ( g ) 


Test ( % ) 


I .OSS ( % ) 


A 


B 


C 


n 


E 


F 


G 


No 


















# 50 


# 100 
















# 30 


# 50 
















# 16 


# 30 
















# 8 


# 16 
















# 4 


# 8 
















3/8 # 


# 4 
















Total 


















Coarse Aggregate 


3/8 " 


# 4 


43.5 


490.4 


4.0 ( mm ) 


470.9 


19.5 


4.0 


1.73 


3/4 " 


3/8 " 


20.0 


230.7 


8.0 ( mm ) 


224.3 


6.4 


2.8 


0.55 


1 1/2 " 


3/4 " 
















2 1/2 " 


1 1/2 " 


















Total 






2.28% 


Spec, requirement 




10% Max 
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THUNAIAH /or TESTING & ENGINEERING CONSULTANTS 










(Tel. & Fax Khamis Mushayt: 017-2383249) 




CONSULTANT: Dar Al-Riyadh 
CONTRACTOR: Al-Wajeeh Co. 






Clay Lumps And Friable 


Particles In Aggregate 






PROJECT : Batching Plant 










Date : 


08.11.2015 


Description: 


3/4" Agg. 










Test Method: ASTM C-142 


Test No 4 


Sieve Sizes 


Grading 


Weight 


Sieve Sizes 


Weight 


Passing 


Percent 


Weighted 


Passing 


Retained 


Original 


Test Fraction 


After Test 


Test Fraction 


Mass 


Clay 


Percent 


( mm ) ( Alt ) 


( mm ) 


(Alt) 


% Each Size 


Bcf. Test ( g ) 


( mm ) ( Alt ) 


Aft. Test ( g ) 


(g) 


(%) 


Clay (%) 




37.5 


1 1/2" 






4.75 if 4 










37.5 1 1/2 " 


19.00 


3/4" 


7.5 


348.3 


4.75 it 4 


340.2 


8.1 


2.33 


0.17 


19.00 3/4" 


9.50 


3/8 " 


22.1 


625.0 


4.75 it 4 


620.7 


4.3 


0.69 


0.15 


9.50 3/8 " 


4.75 


#4 


5.0 


214.7 


2.36 H 8 


210.5 


4.2 


1.96 


0.10 


4.75 H 4 


1.18 


# 16 






0.85 H 20 










Total 


















0.42 


Remarks 
























Specification 


1.0 (%) 


Maximum By Weight 












Results are Satisfactory 














Sieve 


Sizes 




Grading 


Weight 


Sieve Sizes 


Weight 


Passing 


Percent 


Weighted 


Passing 


Retained 


Original 


Test Fraction 


After Test 


Test Fraction 


Mass 


Clay 


Percent 


( mm ) ( Alt ) 


( mm ) 


(Alt) 


% Each Size 


Bef. Test ( g ) 


( mm ) ( Alt ) 


Aft. Test ( g ) 


(g) 


(•/•) 


Clay ( % ) 




37.5 


1 1/2" 






4.75 H 4 










37.5 1 1/2 " 


19.00 


3/4" 






4.75 ii 4 










19.00 3/4" 


9.50 


3/8 " 






4.75 H 4 










9.50 3/8 " 


4.75 


if 4 






2.36 # 8 










4.75 it 4 


1.18 


M 16 






0.85 it 20 










Total 



Remarks : 



THUNAIAH 



Engr. Yunus Mohd. 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayl: 017-2383249) 



CONSULTANT: Dar Al-Riyadh 
CONTRACTOR: Al-Wajeeh Co. 



Clay Lumps And Friable Particles In Aggregate 



PROJECT : Ba tching Plan t 



Date : 



08.11.2015 



Description: 



3/8" Agg. 



Test Method: ASTM C -142 



Test No 4 



Sieve Sizes 


Grading 
Original 
% Each Size 


Weight 
Test Fraction 
Bef. Test ( g ) 


Sieve Sizes 
After Test 
( mm ) ( Alt ) 


Weight 
Test Fraction 
Aft. Test ( g ) 


Passing 

Mass 

(g) 


Percent 

Clay 

(%) 


Weighted 
Percent 
Clay ( % ) 


Passing 

( mm ) ( Alt ) 


Retained 
( mm ) ( Alt ) 




37.5 11/2" 






4.75 ft 4 










37.5 1 1/2" 


19.00 3/4 " 






4.75 ft 4 










19.00 3/4" 


9.50 3/8 " 


20.3 


386.7 


4.75 ft 4 


385.6 


1.1 


0.28 


0.06 


9.50 3/8 " 


4.75 U 4 


43.5 


488.6 


2.36 ft 8 


486.0 


2.6 


0.53 


023 I 


4.75 #4 


2.36 ft 8 


33.9 


460.0 


0.85 ft 20 


458.8 


1.2 


0.26 


0.09 


Total 0.38 


Remarks 

Specification 1.0 ( % ) Maximum By Weight 

Results arc Satisfactory 


Sieve Sizes 


Grading 
Original 
% Each Size 


Weight 
Test Fraction 
Bef. Test ( g ) 


Sieve Sizes 
After Test 
(mm) (Alt) 


Weight 
Test Fraction 
Aft. Test ( g ) 


Passing 

Mass 

(g) 


Percent 

Clay 

(%) 


Weighted 
Percent 
Clay ( % ) 


Passing 

( mm ) ( Alt ) 


Retained 
( mm ) ( Alt ) 




37.5 11/2" 






4.75 #4 










37.5 1 1/2 " 


19.00 3/4 " 






4.75 # 4 










19.00 3/4" 


9.50 3/8 " 






4.75 ff 4 










9.50 3/8 " 


4.75 ft 4 






2.36 ft 8 










4.75 ft 4 


1.18 #16 






0.85 ft 20 










Total 


Remarks : 

THUNAIAH 


" — 
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X H U N A I A H THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 


CONSULTANT: Dar A!-Riyadh 
CONTRACTOR: Al-Wajeeh Co. 


Clay Lumps And Friable Particles In Aggregate 


PROJECT : Batching Plant 


Date: 

Test Meth< 


08.11.2015 


Description: Natural Sand 


3d: ASTM C-142 


Test No 


Sieve Sizes 


Grading 


Weight Sieve Sizes 


Weight 
Test Fraction 
Aft. Test ( g ) 


Passing 

Mass 

(g) 


Percent 

Clay 

(%) 


Weighted 
Percent 
Clay (%) 


Passing 

( nun ) ( Alt ) 


Retained 
( mm ) ( Alt ) 


Original 
% Each Size 


Test Fraction 
Bef. Test ( g ) 


After Test 
(mm) (Alt) 




37.5 1 1/2 " 






4.75 # 4 










37.5 1 1/2 " 


19.00 3/4 " 






4.75 # 4 










19.00 3/4 " 


9.50 3/8 " 






4.75 # 4 










4.75 # 4 


2.36 # 8 


7.7 


180.7 


2.36 # 8 


176.3 


4.4 


2.43 


0.19 


2.36 # 8 


1.18 #16 


13.0 


285.4 


0.85 # 20 


260.2 


25.2 


8.83 


1.15 


Total 1.34 


Remarks : 

Specification 3.0 (Vo) Maximum By Weight 

Results are Satisfactory 


Sieve Sizes 


Grading 
Original 
% Each Size 


Weight 
Test Fraction 
Bef. Test ( g ) 


Sieve Sizes 
After Test 
( mm ) ( Alt ) 


Weight 
Test Fraction 
Aft. Test ( g ) 


Passing 

Mass 

(g) 


Percent 

Clay 

(%) 


Weighted 
Percent 
Clay (%) 


Passing 

( mm ) ( Alt ) 


Retained 
( mm ) ( Alt ) 




37.5 1 1/2 " 






4.75 # 4 










37.5 1 1/2 " 


19.00 3/4 " 






4.75 # 4 










19.00 3/4 M 


9.50 3/8 " 






4.75 # 4 










9.50 3/8 " 


4.75 # 4 






2.36 # 8 










4.75 # 4 


1.18 #16 






0.85 # 20 










Total 


Remarks : 

THUNAIAH 




Engr. Yunus Moh^ . 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 



LIGHT WEIGHT PARTICLES IN AGGREGATE 
(ASTM C123) 



ONSULTANT 

ONTRACTOR 

ROJECT 

AMPLE 

EFERENCE 



Par Al-Riyadh 
Al-Wajeeh Co. 
Batching Plant 
N.Sand 

Project Spec's 



Date : 05.11.2015 



S.No. 


SAMPLE 


Test Performed 


Results 


1 


N.Sand 


Light weight particles (% by weight) 


<0.1 



































































emarks : Results are satisfactory and within limits. 



THUNAIAH 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 



CONSULTANT 

CLIENT 

PROJECT 

SAMPLE 



CHEMICAL ANALYSIS OF COARSE AGGREGATE 
(BS 812) 



: Dar Al-Riyadh 
: A-Wajeeh Co. 

: Batching Plant 
: 3/4" & 3/8" Agg. 



Date : 



08.11.2015 



S.No. 


SAMPLE 


TOTAL CHLORIDE Cl 
(ppm) % 


TOTAL SULPHATE 
S03 (ppm) % 


1 


Aggregate 3/4" 


0.0456 


0.00593 


2 


Aggregate 3/8" 


0.0511 


0.00805 



































































THUNAIAH 



Engr. Yunus Mohd. 




44 




AL-WAJEEH HOLDING COMPANY 




'Jdi 





AL-WAJEEH HOLDING COMPANY 








THUNAIAH 



vjljLilujyi J Cjljboi^U AjJ AojUIM 

THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 



CONSULTANT 

CLIENT 

PROJECT 

SAMPLE 



CHEMICAL ANALYSIS OF AGGREGATE 
(BS 812) 



: Par Al-Riyadh 
: A-Wajeeh Co. 

: Batching Plant 
: N. Sand 



Date : 08.11.2015 



S.No. 


SAMPLE 


ORGANIC 

IMPURITIES 


TOTAL CHLORIDE Cl 
(ppm) % 


TOTAL SULPHATE 
S03 (ppm) % 


1 


N.Sand 


Safe 


0.0528 


0.00786 





























































































THUNAIAH 



Engr. Yunus Mohd. 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 



CONSULTANT 

CONTRACTOR 

PROJECT 

SAMPLE 



MATERIAL FINER THAN 75 MICRON IN MINERAL AGGREGATE 
(ASTM C123) 



: Par Al-Riyadh 

: Al-Wajeeh Co. 

: Batching Plant 

: Agg. 3/4" & 3/8" Date : 



07.11.2015 



S.No. 


SAMPLE 


Sample Weight Before Wash 
(gm) 


Afte Wash Passing 200 (%) 


1 


Agg. 3/4" 


2000 


0.51 


2 


Agg. 3/8" 


1550 


0.75 



































































THUNAIAH 



Engr. Yunus Mohd. 
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THUNAIAH for TESTING & ENGINEERING CONSULTANTS 

(Tel. & Fax Khamis Mushayt: 017-2383249) 



CONSULTANT 

CONTRACTOR 

PROJECT 

SAMPLE 



MATERIAL FINER THAN 75 MICRON IN MINERAL AGGREGATE 
(ASTM C123) 



: Par Al-Riyadh 

: Al-Wajeeh Co. 

: Batching Plant 

• N- Sand Date : 



07.11.2015 



S.No. 


SAMPLE 


Sample Weight Before Wash 
(gm) 


Afte Wash Passing 200 (%) 


1 


N.Sand 


249.0 


2.76 











































































THUNAIAH 
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NAJRAN CEMENT COMPANY 
CEMENT TESTING CERTIFICATE 
IMS-QC-FM-17 

This is to certify that the Sulfate Resisting Portland Cement dispatched during the period from 
21.09.2013 to 27.09.2013 is manufactured in accordance with requirements of (SASO 570 
1992) cement standard. It is found to have the following testing results: 



CHEMICAL ANALYSIS 



Constituents 


Unit 


SASO 570 /1 992 


Test Results 


Si0 2 


% 


- 


20.57 


ai 2 o 3 


% 


- 


4.19 


Fe 2 0 3 


% 


- 


4.47 


CaO 


% 


- 


61.89 


MgO 


% 


< 5.0 


2.66 


so 3 


% 


<2.5 


2.21 


K 2 0 


% 


- 




Na ? 0 


% 


- 




cr 


% 


- 


0.01 


L.O.I 


% 


<4.0 


2.65 


I.R 


% 


< 1.5 


0.65 


LSF 


% 




0.92 


C 3 S 


% 




54.71 


C 2 S 


% 




17.71 


c 3 a 


% 


^ 5.0 


3.55 


c 4 af 


% 




13.60 


2 C3A + C 4 AF 


% 


<25.0 


20.70 



PHYSICAL TESTING 



Test 


Unit 


SASO 570/1992 


Test Results 


Fineness by Blaine 


(cm 2 /g) 


2500 


3480 


Setting Time 








- Initial 


(Minutes) 


>45 


145 


- Final 




<480 


195 


Soundness Le-Chatelier 


(mm) 


< 10 


0.50 


Autoclave Expansion 


(%) 


<0.8 


0.01 


Compressive Strength 

- Three Days 


(N/mm 2 ) 


> 12 


28.1 


- Seven Days 




> 22 


36.6 


- Twenty Eight Days 




>30 


48.6 _ 







V 



SECTION HEAD 



Tel.: +966 (07) 529-9990 Fax: +966 (07) 529-9991 P.O. Box 1006, Najran, Saudi Arabia 
www.nalraneement.com 
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NAJRAN CEMENT COMPANY 
CEMENT TESTING CERTIFICATE 
IMS-QC-FM-16 

This is to certify that the Ordinary Portland Cement dispatched during the period from 
21.09.2013 to 27.09.2013 is manufactured in accordance with requirements of (SASO 143 / 
1979 ) cement standard. It is found to have the following testing results: 

CHEMICAL ANALYSIS 



Constituents 


Unit 


SASO 143 /1 979 


Test Results 


Si 02 


% 


- 


20.32 


AI 2 O a 


% 


- 


4.71 


Fe 2 0 3 


% 


- 


3.63 


CaO 


% 


- 


62.01 


MgO 


% 


£4.0 


2.68 


so 3 


% 


£3.0 


2.35 


K 2 0 


% 


- 




Na 2 0 


% 


. 




cr 


% 


£ 0.1 


0.01 


L.O.I 


% 


£4.0 


2.81 


I.R 


% 


£1.5 


0.67 


LSF 


% 




0.93 


C 3 S 


% 




54.41 


C 2 S 


% 




17.22 


c 3 a 


% 




6.35 


C 4 AF 


% 




11.05 



PHYSICAL TESTING 



Test 


Unit 


SASO 143 / 1979 


Test Results 


Fineness by Blaine 


(cm 2 /g) 


2250 


3280 


Setting Time 








- Initial 


(Minutes) 


2 45 


120 


- Final 




£600 


175 


Soundness Le-Chatelier 


(mm) 


£ 10 


1.0 


Autoclave Expansion 


(%) 


£ 0.8 


0.08 


Compressive Strength 

- Three Days 


(N/mm 2 ) 


> 15 


28.5 


- Seven Days 




2 23 


38.0 


-Twenty Eight Days - 




2 35 


50.7 



V 




Tel.: +966 (07) 529-9990 Fax: +966 (07) 529-9991 P.O. Box 1006, Najran, Saudi Arabia 
www.nalrancement.com 
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NAJRAN CEMENT COMPANY 
CEMENT TESTING CERTIFICATE 
IMS-QC-FM-18 

This is to certify that the Portland Pozzolana Cement dispatched during the period from 
21.09.2013 to 27.09.2013 is manufactured in accordance with requirements of (SASO 2536 / 
2005 ) cement standard It is found to have the following testing results 



CHEMICAL ANALYSIS 



Constituents Unit 


SASO 2536 / 2005 


Test Results 


Si0 2 % 


23.35 


AIO ; % 


- 


5.71 


Fe?0 3 


% 


- 


4.47 


CaO 


% 


- 


56.64 


MgO 


% 


< 6.0 


3.19 


SO, 


% 


£4.0 


2 42 


K?0 


% 


- 


1.00 


Na 2 Q 


% 


- 


0 15 


cr 


% 


£ 0.1 


0.02 


L.O.I 


% 


£5.0 


1 47 


I.R 


% 




6.95 


LSF 


% 




- 


c 3 s 


% 




- 


C 2 S 


% 




- 


C 3 A 


% 




- 


C 4 AF 


% 




- 



PHYSICAL TESTING 



Test 


Unit 


SASO 2536 / 2005 


Test Results 


Fineness by Blaine 


(cm 2 /g) 




3610 


Setting Time 








- Initial 


(Minutes) 


£45 


135 


- Final 




£420 


190 


Soundness Le-Chatelier 


(mm) 


£ 10 


0.70 


Autoclave Expansion 


(%) 


£0.8 


0.05 


Compressive Strength 








- Three Days 


(N/mm 2 ) 


£ 15 


26.3 


- Seven Days 




£ 23 


35.3 


- Twenty Eight Days - 




£35 


48.7 



SECTION HEAD 







PLANT/MANAGER 



Tel.: +966 (07) 529-9990 Fax: +966 (07) 529-9991 P.O. Box 1006, Najran, Saudi Arabia 
www.n? j rancement cft,m 



j 
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Report of Calibration 

Client: AL -Wajeeh .Co Job No. : CBP-NAE-MJ02 

Project: Concrete Batching Plant (1) Dated: 6/9/2015 

Location: ABHA W.0 : 3120 



Type of 

Equipment to be Aggregate Scale 



Model: DK710 (Calibration Test Data) 



Manufacturer: 


Standard 

Reading 

Or 

Applied 

Weight 


Actual 

Reading 

or 

Indication 


Deviation 


%Error of 
the 

Applied 

Load 


Unit Kg. 


Unit Kg. 


Unit Kg. 




Serial No. 1306039 


20 


20 


0.0 


0.00 


Capacity 12000 Kg 


40 


40 


0.0 


0.00 


Graduation: 1 Kg. 


80 


80 


0.0 


0.00 


Verified Range: IKg 


100 


100 


0.0 


0.00 


Verification Date: 06 th September, 2015 


140 


140 


0.0 


0.00 


Next Due Date: 05 th March, 2016 


180 


180 


o.a 


0.00 


Calibrated By: 


200 


200 


0.0 


0.00 


Witnessed By: 


600 


600 


0.0 


0.00 


N 


800 


800 


0.0 


0.00 


1000 


1002 


2.0 


0.20 


1500 


1500 


0.0 


0.00 


1800 


1800 


0.0 


0.00 














Avg. 


0.02 



Remarks: 

1. The Above mentioned Weighing Scale of Batching Plant as Calibrated is accurate within Deviation of 

0.02% of the applied load. 

2. Calibration is required when ever the weighing Scale believed to be in error regardless of the time 
interval, Since the Last Calibration. 

3 ‘If thc cal 'bration goes out of order ,due to any break down , malfunction or other reasons what so ever 
We (THUNAIAH Consultants & Material testing) shall not be liable for any damage or loss. 

4. Device used for calibration. Standard Test Weights, Calibrated by ISO approved Laboratories. 




4k THUNAIAH 

Consultants engineering 



THUNAIAH 



Ezzuddin Haj H&mdo 




yi • 
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Riyadh - Tel. :01 4626891 - P.O.Box : 250848 - KhamisMushayt-Tel.Fax.:072204330-P.O.Box.:325 
Departments : Jeddah - Damam - Jazan - Najran - Aibaha - Almadina 
www.thunaiah.com 

E-mail : thunaiah_1@thunaiah.com - Thunaiah@hotmail.com 
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Client: 

Project- 

Location: 



Report of CalibratiorT 



AL -Wajeeh .Co 



Concrete Batching Plant (1) 
ABHA 



Job No. 
Dated: 
W.O 



CBP-NAE-MJ02 

6/9/2015 

3120 



Type of 

Equipment to be 
Model: 



Manufacturer: 
Serial No. 
Capacity 
Graduation: 
Verified Range: 
Verification Date: 
Next Due Date: 
Calibrated By: 
Witnessed By: 



Cement Scale 



(Calibration Test Data) 





Standard 

Reading 

Or 

Applied 

Weiaht 


Actual 

Reading 

or 

Indication 


Deviation 


%Error of 
the 

Applied 

Load 


Unit Kg. 


Unit Kg. 


Unit Kg. 




130629 


20 


20 


0.0 


0.0 


10000 Kg. 


40 


40 


0.0 


0.0 




80 


80 


0.0 


0.0 




100 


100 


0.0 


0.0 


06 th September, 2015 


140 


140 


0.0 


0.0 


05 ,h March, 2016 


200 


200, 


0.0 


0.0 


TK./Ue&dn 


240 


240 


H.O 


0.0 




300 


300 


0.0 


0.0 




400 


400 


0.0 


0.0 




520 


520 


0.0 


0.0 




600 


600 


0.0 


0.0 




800 


800 


0.0 


0.0 




1000 


1000 


0.0 


0.00 


















Avg. 


0.00 



Remarks: 

1. The Above mentioned Weighing Scale of Batching Plant as Calibrated is accurate within Deviation of 

0.00.% of the applied load. 

2. Calibration is required when ever the weighing Scale believed to be in error regardless of the time 
interval, Since the Last Calibration. 

3. If the calibration goes out of order .due to any break down , malfunction or other reasons what so ever . 
We (THUNAIAH Consultants & Material testing) shall not be liable for any damage or loss. 

4. Device used for calibration. Standard Test Weights, Calibrated by ISO approved Laboratories. 



THUNAIAH 



Ezzuddin Haj Hamdo 
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Riyadh - Tel.:014626891 - P.O.Box : 250848 - KhamisMushayt-Tel.Fax.:072204330-P.O.Box.:325 
Departments : Jeddah - Damam - Jazan ■ Najran - Albaha - Almadina 
www.thunaiah.com 

E-mail : thunaiah_1@thunaiah.com - Thunaiah@hotmail.com 
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Report of Calibration 

Client: AL -Wajeeh .Co Job A 

Project: Concrete Batching Plant (1) Dated: 

Location: ABHA W.O 



CBP-NAE-MJ02 

6/9/2015 

3120 



Type of 

Equipment to be Water Meter 



Model: EMKO (Calibration Test Data) 



Manufacturer: 




Standard 

Reading 

Or 

Applied 

Weiaht 


Actual 

Reading 

or 

Indication 


Deviation 


%Error of 
the 

Applied 

Load 


Unit Ltr. 


Unit Ltr. 


Unit Ltr. 




Serial No. 


EZM-9950 


20 


20 


0 


0.0 


Capacity 


1000 Ltr. 


40 


40 


0 


0.0 


Graduation: 


ILtr. 


80 


80 


0 


0.0 


Verified Range: 




100 


100 


0 


0.0 


Verification Date: 


06 th September, 201 5 


200 


200 


0 


0.0 


Next Due Date: 


05 th March, 2016 


300 


300 


o 


0.0 


Calibrated By: 


TK.JtoUt* 


400 


400 


V H 


0.0 


Witnessed By: 




500 


500 


0 


0.0 






800 


800 


0 


0.0 






900 


900 


0 


0.0 






980 


980 


0 


0.0 










Ay g- 


0.00 



Equipment Statues: 



Remarks: 

1. The Above mentioned Water Scale of Batching Plant as Calibrated is accurate within the Deviation of 

0.00 % of the applied load. 

2. Calibration is required when ever the weighing Scale believed to be in error regardless of the time 
interval, Since the Last Calibration. 

3. If the calibration goes out of order ,due to any break down malfunction or other reasons what so ever . 
We (THUNAIAH Consultants & Material testing) shall not be liable for any damage or loss. 

4. Device used for calibration. Standard Test Tanks, Calibrated by ISO approved Laboratories. 




Riyadh -Tel.:01 4626891 - P.O.Box : 250848 - KhamisMushayt-Tel.Fax.:0722Q4330-P.O.Box.:325 
Departments : Jeddah - Damam - Jazan - Najran - Albaha - Almadina 
www.thunaiah.com 

E-mail : thunaiah_1@thunaiah.com - Thunaiah@hotmail.com 
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Client: 

Project- 

Location: 



Report of Calibration 

AL -Wajeeh .Co Job No. : CBP-NAE-MJ02 

Concrete Batching Plant (1) Dated: 6/9/2015 

ABHA W.O 3120 



Type of 

Equipment to be Admixture Meter 



Model: DK710 (Calibration Test Data) 







Standard 

Reading 

Or 

Applied 

Weiaht 


Actual 

Reading 

or 

Indication 


Deviation 


%Error of 
the 

Applied 

Load 


Manufacturer: 




Unit Ltr. 


Unit Ltr. 


Unit Ltr. 




Serial No. 


1306085 


1 


1.0 


0.0 


0.00 


Capacity 


100 Kg 


2 


2.0 


0.0 


0.00 


Graduation: 


1kg. 


5 


5.0 


0.0 


0.00 


Verified Range: 




10 


10.0 


0.0 


0.00 


Verification Date: 


06 th September, 2015 


15 


15.0 


0.0 


0.00 


Next Due Date: 


05 th March, 2016 


20 


20.0 


0.0 


0.00 


Calibrated By: 


TK./Uo&oJn 


40 


40.0 


0.0 


0.00 


Witnessed By: 




60 


60.0 


0.0 


0.00 




\ 


80 


80.0 


0.0 


0.00 




1 


95 


95.0 


0.0 


0.00 






















Avg. 


0.00 



Equipment Statues: 



Remarks: 

1. The Above mentioned Water Scale of Batching Plant as Calibrated is accurate within the Deviation of 

0.00% of the applied load. 

2. Calibration is required when ever the weighing Scale believed to be in error regardless of the time 
interval, Since the Last Calibration. 

3. If the calibration goes out of order ,due to any break down malfunction or other reasons what so ever . 
We (THUNAIAH Consultants & Material testing) shall not be liable for any damage or loss. 

4. Device used for calibration. Standard Test Tanks, Calibrated by ISO approved Laboratories. 




-h» iu . j * .v H.trr. 

Riyadh - Tel.: 01 4626891 - P.O.Box : 250848 - KhamisMushayt-Tel.Fax.:072204330-P.O.Box.:325 
Departments : Jeddah - Damam - Jazan - Najran - Aibaha - Almadina 
www.thunaiah.com 

E-mail : thunaiah_1@thunaiah.com - Thunaiah@hotmail.com 
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Report of Calibration 



Client: AL -Wajeeh .Co 

Project: Concrete Batching Plant (2) 

Location: ABHA 



Dated: 6/9/2015 

W.O : 3120 



Type of Equipment 

to be calibrated: Aggregate Scale 

Model: DK710 (Calibration Test Data 



Manufacturer: 


Standard 

Reading 

Or 

Applied 

\A/p»inht 


Actual 

Reading 

or 

Indication 


Deviation 


%Error of 
the 

Applied 

Load 


Unit Kg. 


Unit Kg. 


Unit Kg. 




Serial No. 1306046 


20 


20 


0.0 


0.00 


Capacity 12000 Kg 


80 


80 


0.0 


0.00 


Graduation: 


100 


100 


0.0 


0.00 


Verified Range: 


180 


180 


0.0 


0.00 


Verification Date: 06 Th September, 2015 


200 


200 


0.0 


0.00 


Next Due Date: 05 Th March, 2016 


280 


280 




0.00 


Calibrated By: 


400 


400 


**ol 


0.00 


Witnessed By: 


480 


482 


2.0 


0.42 




600 


601 


1.0 


0.17 


800 


800 


0.0 


0.00 


1000 


1000 


0.0 


0.00 


1600 


1601 


1.0 


0.06 


1800 


1801 


1.0 


0.06 






Avg. 


0.05 



Remarks: 

1. The Above mentioned Weighing Scale of Batching Plant as Calibrated is accurate within Deviation of 

0.00% of the applied load. 

2. Calibration is required when ever the weighing Scale believed to be in error regardless of the time interval, 
Since the Last Calibration. 

3. If the calibration goes out of order, due to any break down malfunction or other reasons what so ever 
We THUNAIAH Consultants & Material testing) shall not be liable for any damage or loss. 

4. Device used for calibration. Standard Test Weights, Calibrated by ISO approved Laboratories. 
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Report of Calibration 

Client: -4 A -Wajeeh .Co 

Project: Concrete Batching Plant (2) 1 

Location: ABHA 



6/9/2015 

3120 



Type of Equipment 

to be calibrated: Cement Scale 



Model: DK 710 (Calibration Test Data I 



Manufacturer: 


Standard 

Reading 

Or 

Applied 

VA/mnht 


Actual 

Reading 

or 

Indication 


Deviation 


%Error of 
the 

Applied 

Load 


Unit Kg. 


Unit Kg. 


Unit Kg. 




Serial No. 1306045 


20 


20 


0.0 


0.0 


CaDacitv 10000 Kg. 


40 


40 


0.0 


0.0 


Graduation: 


80 


80 


0.0 


0.0 


Verified Range: 


100 


100 


0.0 


0.0 


Verification Date: 06 Th September, 2015 


160 


160 


0.0 


0.0 


Next Due Date. 05 Th March, 201 6 


180 


180 __ 


\ M 


0.0 


Calibrated By: 7K./tM*/h 


200 


200 J 


0.0 


0.0 


Witnessed By: 


280 


280 


0.0 


0.0 


300 


300 


0.0 


0.0 


380 


380 


0.0 


0.0 


400 


400 


0.0 


0.0 


600 


600 


0.0 


0.0 


1000 


1000 


0.0 


0.00 














Avg. | 0.00 



Remarks: 

1. The Above mentioned Weighing Scale of Batching Plant as Calibrated is accurate within Deviation of 

0. 00. % of the applied load. 

2 Calibration is required when ever the weighing Scale believed to be in error regardless of the time interval, 
Since the Last Calibration. 

3. If the calibration goes out of order, due to any break down , malfunction or other reasons what so ever. 

We (THUNAIAH Consultants & Material testing) shall not be liable for any damage or loss. 

4 Device used for calibration. Standard Test Weights, Calibrated by ISO approved Laboratories. 
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Report of Calibration 

Client: /4I -Wajeeh .Co 

Project: Concrete Batching Plant (2) Dated: 6/9/2015 

Location: ABHA W.O 3120 



Type of Equipment 

to be calibrated: Water Meter 



Model: EMKO (Calibration Test Data) 



Manufacturer: 




Standard 

Reading 

Or 

Applied 

Wmnht 


Actual 

Reading 

or 

Indication 


Deviation 


%Error of 
the 

Applied 

Load 


Unit Ltr. 


Unit Ltr. 


Unit Ltr. 




Serial No. 


EZM-9930 


20 


20 


0 


0.0 


Capacity 


500 Ltr. 


40 


40 


0 


0.0 


Graduation: 


ILtr. 


80 


80 


0 


0.0 


Verified Range: 




100 


100 


0 


0.0 


Verification Date: 


06 Th September, 2015 


180 


180 


0 


0.0 


Next Due Date: 


05 Th March, 2016 


200 




200 


i^fr 


0.0 


Calibrated By: 


TK./UoUA* 


280 




280 




0.0 


Witnessed By: 




380 


380 


0 


0.0 






400 


400 


0 


0.0 






480 


480 


0 


0.0 












Avg. 


0.00 



Equipment Statues: 



Remarks: 

1. The Above mentioned Water Scale of Batching Plant as Calibrated is accurate within the Deviation of 

0 0% of die applie d load. 

2. Calibration is required when ever the weighing Scale believed to be in error regardless of the time interval, 
Since the Last Calibration. 

3. If the calibration goes out of order, due to any break down malfunction or other reasons what so ever. 

We (THUNAIAH Consultants & Material testing) shall not be liable for any damage or loss. 

4. Device used for calibration. Standard Test Tanks, Calibrated by ISO approved Laboratories. 



THUNAIAH 
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Report of Calibration 

Client: .4L -Wajeeh .Co 

Project: Concrete Batching Plant (2) Dated: 6/9/2015 

Location: ABHA W.O 3120 



Type of Equipment 

to be calibrated: Admixture Meter (1) 



Model: DK710 (Calibration Test Data) 



Manufacturer: 


Standard 

Reading 

Or 

Applied 

Wfiinht 


Actual 

Reading 

or 

Indication 


Deviation 


%Error of 
the 

Applied 

Load 


Unit Ltr. 


Unit Ltr. 


Unit Ltr. 




Serial No. 1306094 


1 


1 


0 


0.0 


Capacity 100 Kg 


2 


2 


0 


0.0 


Graduation: 


3 


3 


0 


0.0 


Verified Range: 


4 


4 


0 


0.0 


Verification Date: 06 Th September, 2015 


5 


5 


0 


0.0 


Next Due Date: 05 Th March, 2016 


10 


\ 10 


A, 0 : 


0.0 


Calibrated By: TK./UoUA* 




20 


0 


0.0 


Witnessed By: 


40 


40 


0 


0.0 


\ 


80 


80 


0 


0.0 


90 


90 


0 


0.0 


95 


95 


0 


0.0 






Avg. 


0.00 



Equipment Statues: 



Remarks: 

1 The Above mentioned Water Scale of Batching Plant as Calibrated is accurate within the Deviation of 

0. 00% of the applied load. 

2. Calibration is required when ever the weighing Scale believed to be in error regardless of the time interval 
Since the Last Calibration. 

3. If the calibration goes out of order , due to any break down , malfunction or other reasons what so ever. 

We (THUNAIAH Consultants & Material testing) shall not be liable for any damage or loss. 

4. Device used for calibration. Standard Test Tanks, Calibrated by ISO approved Laboratories. 
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Report of Calibration 



Client: /II Wfr/ggfl Co. 

Project: Block Batching Plant Dated: 06.09.2015 

Location: ABHA W.O: 3120 



Type of Equipment 

to be calibrated: Aggregate Scale 



Model: BS-5200 (Calibration Test Data) 



Manufacturer: 




Standard 

Reading 

Or 

Applied 

Wpinht 


Actual 

Reading 

or 

Indication 


Deviation 


%Error of 
the 

Applied 

Load 


Unit Kg. 


Unit Kg. 


Unit Kg. 




Serial No. 


M01663 


20 


20 


0.0 


0.00 


Capacity 


12,000 Kq. 


40 


40 


0.0 


0.00 


Graduation: 


1 Kg. 


80 


80 


0.0 


0.00 


Verified Range: 




100 


100 


0.0 


0.00 


Verification Date: 


06 th September, 2015 


180 


180 


0.0 


0.00 


Next Due Date: 


05'"March, 2016 


200 


200 


0.0 


0.00 


Calibrated By: 


7K. 


280 




0.0 


0.00 


Witnessed By: 




300 


300 


0.0 


0.00 






380 


380 


0.0 


0.00 






400 


400 


0.0 


0.00 






480 


482 


2.0 


0.42 






600 


600 


0.0 


0.00 






1000 


1000 


0.0 


0.00 










Avg. 


0.03 



Remarks: 

1. The Above mentioned Weighing Scale of Batching Plant as Calibrated is accurate within Deviation of 

0.03% of the applied load. 

2. Calibration is required when ever the weighing Scale believed to be in error regardless of the time interval 
Since the Last Calibration. 

3. If the calibration goes out of order, due to any break down malfunction or other reasons what so ever 
We (THUNAIAH Consultants & Material testing) shall not be liable for any damage or loss 

4 Device used for calibration. Standard Test Weights, Calibrated by ISO approved Laboratories. 
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Report of Calibration 



Client: /II Wfr/ggfl Co. 

Project: Block Batching Plant Dated: 06.09.2015 

Location: ABHA W.O: 3120 



Type of Equipment 

to be calibrated: Aggregate Scale 



Model: BS-5200 (Calibration Test Data) 



Manufacturer: 




Standard 

Reading 

Or 

Applied 

Wpinht 


Actual 

Reading 

or 

Indication 


Deviation 


%Error of 
the 

Applied 

Load 


Unit Kg. 


Unit Kg. 


Unit Kg. 




Serial No. 


M01663 


20 


20 


0.0 


0.00 


Capacity 


12,000 Kq. 


40 


40 


0.0 


0.00 


Graduation: 


1 Kg. 


80 


80 


0.0 


0.00 


Verified Range: 




100 


100 


0.0 


0.00 


Verification Date: 


06 th September, 2015 


180 


180 


0.0 


0.00 


Next Due Date: 


05'"March, 2016 


200 


200 


0.0 


0.00 


Calibrated By: 


7K. 


280 




0.0 


0.00 


Witnessed By: 




300 


300 


0.0 


0.00 






380 


380 


0.0 


0.00 






400 


400 


0.0 


0.00 






480 


482 


2.0 


0.42 






600 


600 


0.0 


0.00 






1000 


1000 


0.0 


0.00 










Avg. 


0.03 



Remarks: 

1. The Above mentioned Weighing Scale of Batching Plant as Calibrated is accurate within Deviation of 

0.03% of the applied load. 

2. Calibration is required when ever the weighing Scale believed to be in error regardless of the time interval 
Since the Last Calibration. 

3. If the calibration goes out of order, due to any break down malfunction or other reasons what so ever 
We (THUNAIAH Consultants & Material testing) shall not be liable for any damage or loss 

4 Device used for calibration. Standard Test Weights, Calibrated by ISO approved Laboratories. 
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Report of Calibration 

Client: AL Wajeeh Co . 

Project: Block Batching Plant Dated: 06.09.2015 

Location: ABHA W.0 : 3120 



Type of Equipment 

to be calibrated: Cement Scale 



Model: Newton (Calibration Test Data) 



Manufacturer: 


Standard 

Reading 

Or 

Applied 

Wpinht 


Actual 

Reading 

or 

Indication 


Deviation 


%Error of 
the 

Applied 

Load 


Unit Kg. 


Unit Kg. 


Unit Kg. 




Serial No. ,110300017 


20 


20 


0.0 


0.0 


Capacity 1 5000 kg 


40 


40 


0.0 


0.0 


Graduation: 


100 


100 


0.0 


0.0 


Verified Range: 


180 


180 


0.0 


0.0 


Verification Date: 06 th September, 2015 


200 


200 


0.0 


0.0 


Next Due Date: 05 th March, 2016 


240 


240 


\ m _ 


0.0 


Calibrated By: 2K. 


280 


O 

CO 

T 


MmJ 


0.0 


Witnessed By: 


300 


300 


0.0 


0.0 




380 


380 


0.0 


0.0 


400 


400 


0.0 


0.0 


600 


600 


0.0 


0.0 


1000 


1001 


1.0 


0.1 


1400 


1400 


0.0 


0.00 














Avg. 


0.01 



Remarks: 

1. The Above mentioned Weighing Scale of Batching Plant as Calibrated is accurate within Deviation of 

0.01% of the applied load. 

2. Calibration is required when ever the weighing Scale believed to be in error regardless of the time interval, 
Since the Last Calibration. 

3. If the calibration goes out of order , due to any break down malfunction or other reasons what so ever. 

We (THUNAIAH Consultants & Material testing) shall not be liable for any damage or loss. 

4. Device used for calibration. Standard Test Weights, Calibrated by ISO approved Laboratories. 
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Report of Calibration 

Client: AL Wajeeh Co. 

Project: Block Batching Plant Dated: 06.09.2015 

Location: ABHA W.0 : 3120 



Type of Equipment 

to be calibrated: Water Meter 



Model: Contact Rating (Calibration Test Data) 



Manufacturer: 


Standard 

Reading 

Or 

Applied 

Wmnht 


Actual 

Reading 

or 

Indication 


Deviation 


%Error of 
the 

Applied 

Load 


Unit Ltr. 


Unit Ltr. 


Unit Ltr. 




Serial No. N/A 


20 


20 


0 


0.0 


Capacity 1000 Ltr. 


40 


40 


0 


0.0 


Graduation: 1 Ltr. 


80 


80 


0 


0.0 


Verified Range: 


100 


100 


0 


0.0 


Verification Date: 06 th September, 2015 


200 


200 


0 


0.0 


Next Due Date: 05 th March, 201 6 


300 


300 


or 


0.0 


Calibrated By: Tft.&tMA * 


400 


400 


0 


0.0 


Witnessed By: 


500 


500 


0 


0.0 




800 


800 


0 


0.0 


900 


900 


0 


0.0 














Avg. 


0.00 



Equipment Statues: 



Remarks: 

1. The Above mentioned Water Scale of Batching Plant as Calibrated is accurate within the Deviation of 

0. 0% of the applied load. 

2. Calibration is required when ever the weighing Scale believed to be in error regardless of the time interval, 
Since the Last Calibration. 

3. If the calibration goes out of order , due to any break down malfunction or other reasons what so ever . 

We (THUNAIAH Consultants & Material testing) shall not be liable for any damage or loss. 

4. Device used for calibration. Standard Test Tanks, Calibrated by ISO approved Laboratories. 



THUNAIAH ( 

Ezzuddin Haj Hamdo 
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Geotechnical, Materials Testing, Environmental, Water 
LICENSE (CONSULT . 219, GEOTECH - 3) 
MEMBERSHIP NO.: 9946 RIYADH / 6213 MADINA 




j'J 



I 



y ‘-I |j 

^u>.Luija - CjLuiIj^ - t_sl <a «•>» 
jLys < d < _i l I I Aj jJ 

T - AjjJ / t \ 5 : imT u/JuLA j- jJ 

aIjoli *mr / 55n : fkSj 



Certificate of Calibration 

Certificate No. : 26001 Date: 05-09-2015 






Client : M/s. A1 Wajeeh Co 

Project Name : Concrete Factory 
Location : ABHA 

Certifies that the instrument listed below has been tested and calibrated using standards whose accuracies are 
traceable to national or internation standards, within the limitations of its calibration services. Basis of tolerance 
ASTM C39, E74 and BS:1610 Part 1:1992 which found satisfactory. This certificate will be void, if the instrument 
is subjected to any damage, maintenance, repair or any adjustment, if so the instrument need to recalibrate, 
irrespective of the validity of the certificate. 



Instrument Description 



Name 

Brand Name 
Model/Serial No. 
Capacity 
alihration Date 



Compression Testing Machine 

CONTROLS 

50-C23-C02/ 12019971 

2000 KN Sensitivity : 0. 1 KN 

05 th September’ 201 5 Valid up to 



Scale Actual 

Reading. KN. Load. KN. 



Temperature : 25°C 
Humidity : 21 % 

: 04 th March’ 2016 




0 100 200 100 400 500 600 700 800 900 1,000 1,100 1,200 



INDICATED LOAD. KN. 



; ; 

Calibation Device Data: 



Instrument Name 
Manufacturer 




Model / Serial No. : 12020359 
Calibration Valid up to : May -2016 



MBIB 



RIYADH (H.O) P.O. Box 41956 P. code 11531 ISO 9001 : 2008 CERTIFIED 

Tel. 4776512,4794440,4729452 : Fax: 4776516 = email : ojce-ryd@jazzar.com.sa 



,J100 





» 
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1 
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Branch Offices : 


Jeddah 


Madina 


Qaseem 


Jubail 


Hail 


Najran 




TEL 


6696871 


8238686 


3262792 


3418699 


5344441 


5223761 


:<_d3L& 


FAX 


6612867 


8285990 


3262731 


3418659 


5346414 


5223761 





www.jazzar.com.sa 
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Al Wajeeh Holding Company 

Laboratory Test 

Fine Aggregates Sample Sieve Analysis ( ASTM C 136 ) 



Activity: Concrete 
Source: Gharbal 
Wt.ofSample= 3000 gm 
Testing Date: 8-3-2014 







WtRetained (gm) 


Commulative 








Limits 


sieve size 


Wt. Retained 


Retained % 


Passing % 


Lower 


Upper 








(gm) 








Lower 


Upper 


9.5 


3/8" 


18 


18 


0.59% 




99.41% 


100% 


100% 


4.75 


N0.4 


135 


153 


4.51% 




94.90% 


95% 


100% 


2.36 


N0.8 


363 


516 


12.095 


6 


82.81% 


80% 


95% 


2 


NO.10 


128 


643 


4.26% 




78.56% 


75% 


90% 


0.85 


NO.20 


857 


1500 


28.575 




49.99% 


45% 


67% 


0.6 


NO.30 


548 


2048 


18.275 




31.72% 


25% 


60% 


0.3 


N0.50 


585 


2633 


19.495 


6 


12.23% 


5% 


30% 


0.15 


N0.100 


172 


2805 


5.73% 




6.50% 


2% 


10% 


0.075 


N0.200 


123 


2928 


4.11% 




2.39% 


0% 


5% 



% Material Passes of Sieve No. 200 (Fines) = 72/3000=2.4% 



Acceptan ce Criteria: 
Comply 



Department Manager 
Name: 

Signature 




Not Comply 

QC Engineer 

Name: 

Signature 
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Al Wajeeh Holding Company 

Laboratory Test 

Fine /‘aggregates Sample Sieve Analysis ( ASTM C 136 ) 



Activity: Concrete 
Source: Gharbal 
Wt. of Sample= 3000 gm 
Testing Date: 8-3-2014 





Sieve Size 


Wt. Retained (gm) 


Commulative Wt. 


Retained % 


Passing % 


Limits 








Retained (gm) 






Lower 


Upper 




9.5 


3/8" 


20 


20 


C 


).67% 


99.33% 


100% 


100% 




4.75 


NO.4 


136 


156 


/ 


1.53% 


94.80% 


95% 


100% 




2.36 


NO. 8 


345 


501 


1 


1.50% 


83.30% 


80% 


95% 




2 


NO. 10 


102 


603 


i 


1.40% 


79.90% 


75% 


90% 




0.85 


NO.20 


841 


1444 


28.03% 


51.87% 


45% 


67% 




0.6 


NO. 30 


423 


1867 


lj 


4.10% 


37.77% 


25% 


60% 




0.3 


NO. 50 


704 


2571 


23.47% 


14.30% 


5% 


30% 




0.15 


NO. 100 


208 


2779 


e 


>93% 


7.37% 


2% 


10% 




0.075 


NO. 200 


137 


2916 


A 


k57% 


2.80% 


0% 


5% 



% Material Passes of Sieve No. 200 (Fines) = 84/3000=2.8% 



Acce pta ne e Criteria: 
Comply 



Department Manager 
Name: 

Signature 
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Al Wajeeh Holding Company 

Laboratory Test 

Fine Aggregates Sample Sieve Analysis ( ASTM C 136 ) 



Activity: Concrete 
Source: Gharbal 
Wt. of Sample^ 3000 gm 
Testing Date: 8-3-2014 







Wt. Retained (gm) 


Commulati 






Limits 




Sieve Size 


ve Wt. 


Retained % 


Passing % 


Lower 


Upper 










Retained 






Lower 


Upper 


9.5 




3/8" 


9 


9 


0.30% 


99.70% 


100% 


100% 


4.7! 




NO.4 


125 


134 


4.17% 


95.53% 


95% 


100% 


2.3 e 




NO. 8 


324 


458 


10.80% 


84.73% 


80% 


95% 


2 




NO. 10 


106 


564 


3.53% 


81.20% 


75% 


90% 


0.8! 




NO.20 


842 


1406 


28.07% 


53.13% 


45% 


67% 


0.6 




NO.30 


549 


1955 


18.30% 


34.83% 


25% 


60% 


0.3 




NO.50 


701 


2656 


23.37% 


11.47% 


5% 


30% 


0 . 1 ! 




NO. 103 


186 


2842 


6.20% 


5.27% 


2% 


10% 


0.07 


5 


N0.203 


112 


2954 


3.73% 


1.53% 


0% 


5% 



% Material Passes of Sieve No. 200 (Fines) = 46/3000=1.5% 



Acceptance Cr iteria: 
Comply | 



Department Manager 
Name: 

Signature 



Not Comply 




QC Engineer 
Name: 
Signature 



:ure + \ 
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Al Wajeeh Holding Company 

Laboratory Test 

Fine Aggregates Sample Sieve Analysis ( ASTM C 136 ) 



Activity: Concrete 
Source: Gharbal 
Wt. of Sample^ 3000 gm 
Testing Date: 8-3-2014 



s 


eve Size 


Wt.l 


Retained (gm) 


Commulative 
Wt. Retained 

(gm) 


Retained % 


Passing % 


Limits 


Lower 


Upper 






Lower 


Upper 


95 




3/8" 




24 


24 


0.80% 


99.20% 


100% 


100% 


4.75 




NO.4 




145 


169 


4.83% 


94.37% 


95% 


100% 


2.36 




NO.8 




419 


588 


13.97% 


80.40% 


80% 


95% 


2 




N0.10 




175 


763 


5.83% 


74.57% 


75% 


90% 


0.85 




NO.20 




888 


1651 


29.60% 


44.97% 


45% 


67% 


0.6 




NO.30 




672 


2323 


22.40% 


22.57% 


25% 


60% 


0.3 




NO.50 




349 


2672 


11.63% 


10.93% 


5% 


30% 


0.15 




NO. 100 




122 


2794 


4.07% 


6.87% 


2% 


10% 


0.071 


5 


NO.200 




121 


2915 


4.03% 


2.83% 


0% 


5% 



% Material Passes of Sieve No. 200 (Fines) = 85/3000=2.8% 



Acceptan ce Criteria: 
Comply | ] 

Department Manager 
Name: 

Signature 
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British 

Certifications Inc, 




JAS-ANZ 




M4340909ID 



This is to Certify that the Management System of 

AL-WAJEEH HOLDING COMPANY 

P.O. Box 303, abha-6141 1 kingdom of Saudi Arabia 
Has been assessed and found to Comply with the Requirements of: 

ISO 9001:2008 

The Quality Management System is applicable to: 



GENERAL CONTRACTING FOR ELECTRICAL, MECHANICAL, CIVIL 
WORK & MAINTENANCE OF ELECTRONIC NETWORK, 

DAM WATER SANITATION, ROAD & SERVICES. 



Certificate No: 11951 



Date of Certification Audit: 25.05.2014 



Date of Issue: 04.07.2014 



Date of Expiry: 03.07.2017 



1 st Surveillance Audit: April 2015 
2 nd Surveillance Audit April 2016 



^ CEO 



Tel. 



British Certifications Inc. 

C-4/7, Shiva Arcade, Achraya Niketan. Mayur Vihar Phase-1, Delhi-110091 (India) 
+91-11-43601911, 43601987 Fax : +91-11-43601911 Web: www.bci.co.in E-mail : marketing@bci.co.in 
Visit for verification : www.jas-anz.org/register 
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AL-WAJEEH HOLDING COMPANY 




moi 





QJ3q£iiuJ!L_jDU L^.cuzqjxxo 


y PRQGER 

V rnglnaorlng A managamanl 


SAUDI BINLADIN GROUP 


ARCHITECTURE ANO BUSHING CONSTRUCTION DfVISJON 



Employer's Name 



MOI 



SUBMITTAL FOR APPROVAL OF DOCUMENTS 

AL-. — 



ntractor Saudi Blnladln Group 



Project Name 
Contract No. 
Area 
Rev. No. 



KAP3 Project 
PI 277 

GENERAL 

00 



Da' : jot f /20(W 8ubml “*' Mo ; ° 0C - 0EN ' 30017 
r- T : : 2 . t£“ / pm Title - al wajeeh (ready mix) - prequalification 

Date : 30/03/2014 

r r Sip _ — 

\ v u _/%) of Copies 

iV-Cft 



rgj(c4c 






DOCUMENT DESCRIPTION 



AL WAJEEH HOLDING CO. (READY MIX) - PREQUALIFICATION + Tea ting Reports 



Document Discipline 
Drawing Ref. 
Specification 
Enclosures 



Structure 



Sec 03 

PREVIOU8 APPROVAL 



BOQ Ref. No 
Standards : ASTM 
Document No : 



We certify lhat the above submitted documents h< 
conformity with the contract drawings spedficatio > 



FOR THE CONTRACTOR 

Oept Head 
QA/QC Manager 



ic vn tSHrirT rwttdwnd in flerail nnd nrr* rnffsct nnrt in strict 

KING AROOLl n rpf •< r;i . KAP 3 I 



Dlaa Tawfik 
Ashraf Do If (acting) 









S U MAR ZOVi 






Mohamed RadW3tT 

Medhat El Samahy 



Engineer / Consultant's Comments : 

/. AM Grrtdihtorvs */ JOY&Vi'oUs jffrOVoil to be ~ 

2- Af>f>rv\z<=</ be 6<s usee/ \ 


06 MAf W* | 


Action Code Legend : 

f 1 A Approved As Submitted ^ t - > 1 B 


Approved - Except as Noted Q C 




\ | D Disapproved - Resubmit Q] E 


Receipt Acknowledged 




Engineer / Consultant’s Name 






Name : 


Signature : 


Date : 


Approval shall not relive the Contractor of its obligations and liabilities under the Contractor constitute authorization of any change 
to Contract Documents, and therefore shall not Imply any recognition whatsoever of additional time or cost to the contract. 


FOR : Engineer / Consultant’s Comment 






M-Altfalwtfd*/ 






N.™ ^v. 


Signature • 


Date. 5 / 5 / 20 M 
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AL-WAJEEH HOLDING COMPANY 




MOl 









Lil^l u LL» 

( / okLJl c j-o (JjULo ) 

jl 5 i JL*&V 

Project : c Lp ; 

Consultant: ^y t_> | ; ^ j .^.^ i 

Contractor : 



ia> 1 l 

^ >» i ^ \S j\jj 

jj w fi A.tliuj 4j*wrtll /*i ^il&il 

4.u * »,V ifl 1 ) ^jj U ja a M 




r" — ^ ^> J tJ iC - ■fTtjA.jj.o.'Ylfl II jpjAiil ^jjAa / A-\l ■» . .. 

i -bvj - - - 4JV^ jJJ &\ a^-jj {OL-Jl 

' ^ ^ ** — J^-» a\ *\ ( (J— jSj / £Jj — o f jjilljH ^ cJjlLa ) ^Lruc-J Alai _*Jl «_Ak <A* 

,F ^ijl tJS^ V^c-b U* Cjii^ll .Bfl *&, ^..^.A^.....^.* *.**1 J jl i-liil j 

r\ * V^raature & 



^--riSU J cl—lS^ll 1 (J _5j ^ ^1 


L_ JiLoll > t% 


pr, ,,^ .r 


&J-5 


«*> 


-^_ d ^-Pir 


ird s 








o 3 M^ 3 zjG 










.<!l L .« . • J _ -tt _ i J . t! - j a _ *■ it Cm 











s^» jtsu ^ ^ p^ir^n ojUl. - 

. j Uk J ^JL»a_j A^UjbaSI 

^ ^ O A 1 <)jUa!l (Ji^aLoS AjliO AjjlLJI 1_}_ J •'- — 

_ : : A J-; r x 1 ✓ ’ /, <r\. 1 ~ 



: gjjuii 



^ A ^ z' t ✓ i 9*",, . ) -t^jLuu*-»Vl i-il^. 

— -— — r^ <^- u» 1 j> \^-<-y ^ /- ^ 



- : t^yjl 






rv 



-iz. 



^ 7 >.Ap • , T - or: ,-> .j-TT^T 



=u 



. ,~1 CllLu.n 






... : : cAj)T 




.. ; fjjyi 
«/ jtuULLaVJ ylg 2a >1 
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W Mimzu 



H 3 »uO 




AU-. 



SUBMITTAL FORM 



SUBJECT: 



Concrete Mix Design for C30 Type-1, C30Type-V, C20 Type-V, C20 Type-1 & Screed Mix Design C22 Type-1 

C 22 Tvne-U in ALWaiooh UnM: nn r>, . 



Specs. Code & Ref. 


B.O.Q. Code Ref. 


Drawing No. 


03300, 09200 


MM01.MM02. MM03 






MM04, MM05. MM06A 




5\l lK.rnnlrarlAr 


MM06B 





Submittal No. J1 0-03600/S -MT-STRU-01 48 

Date Received: 

Date Returned: 



Name: 

Address: 



Address: 

Phone: 



Telex: 



Manufacturer 



Al-Wajeeh Company 



Addr «*s: P.0 Box 303, Abha-6 1441 1 . K.S.A 

Q i r cor-w t 

Fax: 



Supplier/ Agent 

Name: Al-Wajeeh Company 

Address P.0 Box 303, Abha-61441 1 , K.S.A 
Phone: 017 2574444 

Fax: 




Information submitted and attached: , 

Certificates — — - 

Technical Brochure j— — 

Manufacturer’s Data & Specs. 

Shop Drawings 
Samples 

Contractor’s Comments: 



This review does not 
of his responsibilities under the 
contract nor authorize 
compensation] 




Bration & Maintenance Manual I KK U ftQjj ca j c ( jy ^ 
>are Parts List I □ 

Built Drawings 

f arranty I Date 

>rs (specify) 



PhD so - II 

Jtecoived 

*it ,2 ° \5 



ai ached mix design for your approval.. 
■* - -•» See Attachment 



( SAUDI ARABIAN ) 

UAYTI ID I 



dor ^Contractor) 
Signature : 

additional 

Date: 



Eng. Ismet Bagir 
PHASE II SAB Prof. Mai 



0 SS 



rv 



23 March 2015 



Consultant’s Comments: 

- TfU/vi. U\xt He t^SXi^G AHL IKS r*LC* . 

I. \l~tl20 />!. ^.44 .— .Vt* W . _ . . f / \ ^3 



~ X lIPixt^G £tWi- tor i si CKiXV: 

- t*W .flysu, - 



Status: 

1 Approved 

pproved as noted 

3 Revise and submit 

4 Rejected 



□ 

J0^ 

□ 

□ 



Discipline 



□ Arch. 
J3 — Civil 

□ Mech. 

□ Elect 

□ HVAC 

□ LS 






Sign & Dale 






.!/> xfrt? 







Doc. Ref: CSF08a/4 
Issue Date: 27-Jul-99 
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Jljm.mh ^ .jt ‘-•--Vi J« U i «^|l «. 

iUU^i 




C^ljJJJu JI OJJJLUJ^) 

2 «L 4 Jl Jiy,UUU 



•JR 



• WxP'f ‘W* 1 ij’ii 

j...f aiU'. 4 i jUU JLiUfl 
t*j' yjjS 3LU»»-» # Llii i 



SALQCOMSULT 



0005 



JLnjj ^ LaILcI ulfa 

l£y| oL^ £dj£i $Uuj « 



_^, Lo. J^O 


-La.Ijk >.illa 


. (woxai rU; 


p / * /\ l » QJjU 


-L J 


• JjLJi («jjuun (%i j 


. pMluiYl jyjU 


• |%JJL*U< _Jk~l$ 

4 v: y A 


• ^ ^ y y i unit alj 


- ^ ' • ft- Aj41 


\ ~ f - V » C»U-*I>»I 4-JLul* A 


/- q ^/ 2 ) / } . — 3 y y/ \ • 4u— ■-*' 






1 \ f> \ , &Ofc»)U 

Q>u^ (c__V*-£> - J'Jh^ ' - J 

^ ^ v — / >N ' (v^ j 

J O -.✓*-* ■*> \ * ^ - ^ r 'T"'0 \ 






J 0 , 



^>W aaU i * * >* JU 

^ jU Li »« y > > » ic i 






□ a 
□ 



-i 



(ijiiji ijIaV 3 Lf>l>- V 



Q ^Wt 

»jLc| j* 4 

D *-•>*>' - •* 



c " 

i |%I14I 

> 

. f% jjQ« 




jLttll XaUJt ilujjJ&i 
ultj^i ijl^l 


5;ljl j-iJv 




wjlc jy-Ut 5^Uj 


git* ji4iimmu */,# 


/ \ 


>\° 


willaJ 1 ijm JL jjj U ^L& «UJj >Jow uJtaJi njlml ^Lji 3 £ yj gT jLLLu/V i ij;j f Jtc iJL*» i- 









80 





